
Please amend Claims 55 and 57 to 59 to read as 
follows. A marked-up copy of Claims 55 and 57 to 59 showing the 
changes made thereto, is attached. 



>h y ^^^S^^^-'-pbfiended ) A prepreg of a honeycomb sandwich 
dirfucture precursor including a honeycomb core, a stiffness- 
treated prepreg ply and a second prepreg ply, said stiffness- 
treated prepreg ply comprising: / 

a stiffness-treated fabric including a plurality of 
fibers and a polymeric material disposed on at least some of the 

ibers, where the stiffness-treated fAbric exhibits an ASTM 
stiffness value greater than the ASTM stiffness value of an 
untreated fabric; and / 

a resin system, / 

wherein the stiff ness-Ztreated prepreg ply, when 
disposed on a second prepreg ply /comprising a resin system and a 
fabric selected from the group consisting of the stiffness- 
treated fabric and untreated fabrics, exhibits a frictional 
resistance between the stiffness-treated prepreg ply and the 
second prepreg ply sufficiency greater than the frictional 
resistance between two untrefated prepreg plies disposed on one 
another, where each of the /two untreated prepreg plies comprises 
the resin system and an untreated fabric, so as to enhance 
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esistence to core crush^iduring fabrication of a honeycomb core 
structure from the Jroneycomb core structure precursor. 




tended) The prepreg acccjrding to claim'' 56.,' wherein 
frictional resistance between the ^tif f ness-treated prepreg 
ply and the second prepreg ply is bet//een 50 pounds and 175 
pounds as measured by the Boeing-WiQ^elm method. 

58. (Amended) The prepreg/ according to claim (56^ wherein 
the frictional resistance between/ the stiffness-treated prepreg 
ply and the second prepreg ply ie between 75 pounds and 175 
pounds as measured by the BoeinA-Wilhelm method. 



59. (Amended) The prepreg according to claim [^56; wherein 
the frictional resistance between the stiffness-treated prepreg 
ply and the second prepreg ^ly is between 100 pounds and 150 
pounds as measured by the Hoeing-Wilhelm method. 



REMARKS 

The present application is a continued/divisional 
application under 37 C.F.R. § 1.53(d) of U.S. Application No. 
09/317,409; Applicants have filed a Request for Continued 
Prosecution Application (CPA/Divisional) concurrently herewith in 
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